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(54) Uquid absorbent sphagnum moss article and method for manufacturing the absorbent 
article 

(57) A liquid-absorbent article having a high absorp- 
tion capacity and a short fluid penetration time. The liq- 
uid-absorbent article comprises sphagnum moss 
material containing an effective amount of cross-linked 
cellulosic fibers. The liquid-absorbent article is well- 
suited for use as an absorbent component (20) of a dis- 
posable absorbent product, such as a sanitary napldn, a 
diaper, an incontinence pad, an adult brief, a wound 
dressing, a nursing pad, a tampon pledget, or as desic- 
cant tor packaging materials to keep goods dry during 
shipping or storage. 
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HELD OF THE INVENTION 



The invention relates to the art of manufacturing structures for absorbing body exudate. More specifically, the inven- 
tion relates to a highly absorbent article that is capable of fast liquid acquisition and possesses a high absorbent capac- 
ity. The absorbent article includes sphagnum moss material incorporating an effective amount of cross-linked fibers. 
The invention also extends to a method for manufacturing the sphagnum moss absorbent article. 



BACKGROUND OF THE INVENTION 



Many disposable absorbent products use absorbent cores made primarily of cellulosic pulp fluff material. Such 
cores are generally soft, flexible and absorbent but tend to be bulky and thick and have poor wicWng properties. In addi- 
tion, cellulosic pulp fluff material has poor structural stability which may cause the absorbent core to collapse when sat- 
urated with liquid. 

An absorbent structure that has poor wicWng properties usually increases the likelihood of failure of the absorbent 
product to hold and contain body liquids. Body exudate will be localised to a certain area of the poorly wicking absorbent 
medium, causing localized saturation whereby excess liquid rnay overflow through an external surface of the absortient 
product. This overflow may contact the user's garment and cause stains or contact the user's body and cause wet dis- 
comfort or rash, K Is therefore desirable to provide an atisorbent core for disposable absorbent products which can wick 
away body liquids from the point of contact with the absorbent core and spread it through the absorbent core. The 
improved wicking properties of such an absorbent core provide the capacity for liquids to travel by capillary pressure 
throughout the entire absorbent volume. This permits the use of thinner cores, since nwre absorbent volume can be 
made available for absortiing body liquids by such wicking action. Thinner absort)ent cores may also prove to be more 
comfortable for the user arxl less unsightly or obvious when worn under clothes. 

Absorbent cores with excellent wicking properties comprising sphagnum moss are described, for example, in the 
following US patents: 



PATENT* 


INVENTOR(s) 


DATE OF ISSUE 


4,170.515 


Lalancette et al. 


October 9, 1979 


4,215,692 


Levesque 


August 5, 1980 


4,226,237 


Levesque 


October 7, 1980 


4.305,393 


Nguyen 


Decemtjer 15, 1981 


4.473,440 


Ovans 


September 25, 1984 


4,507,122 


Levesque 


March 26, 1985 


4.618.496 


Brasseur 


October 21, 1986 


4.676.871 - 


Cadieux et al. 


June 30. 1987 


4.992.324 


Dubd 


February 12. 1991 


5,053,029 


Yang 


October 1, 1991 



The subject matter of these patents is incorporated herein by reference. 

In accordance with the teaching of these patents, an absorbent structure comprising sphagnum moss as a primary 
absorbent component is formed as a sheet by air or wet laying of particles. The sheet is calendered to obtain a relatively 
thin, i.e. from about 0.025 to about 0.25 centimetres (cm) thick and relatively dense, i.a from about 0.1 to about 1.0 
grams per cubic centimeter (g/cc) structure. Such absorbent sphagnum moss sheet may be processed to increase its 
flexibility for enhancing its comfort potential by subjecting the sheet to mechanical tenderizing such as a perf-embossing 
or a micro-corrugating process. 

The sphagnum moss sheet thus formed has a large proportfon of extremely tiny interstices allowing the sheet to 
absoria and retain a very high amount of liquid. The sphagnum moss interstices swell as they absorb liquid, however, 
this swelling does not cause a loss of capacity for further admitting liquid. Rather, the swelling contributes to the ability 
of the absorbent medium to retain the liquid while generally maintaining the structural integrity of the absorbent struc- 
ture in use. 



EP0 779 066A1 



The widdng properties of | 
absorbent while remaining reli 




tove-described sphagnum moss sheet 

ttiin. 



provide the a| 




tr the sheet to be highly 



Although sphagnum moss has certain highly desirable liquid-absorption properties, it manifests less than Ideal 
fluid-acquisition rates. To overcome this difficulty it is common practice to provide a highly permeable, fibrous, liquid 
transfer layer on the sphagnum moss layer, whose function is to quickly collect the body exudate and then meter the 
liquid to the sphagnum moss material. Liquid discharged on such composite absorbent structure will rapidly ingress the 
transfer layer due to its highly porous network. From the transfer layer, liquid migrates toward the sphagnum moss layer 
by capillary pressure as a result of the substantial difference in wicWng power between the different materials. The liquid 
migration is well-controlled, occurring at the rate of acceptance of the sphagnum moss. 

Conpound absorbent structures including transfer and reservoir layers are costly to produce because the raw 
material for manufacturing the transfer layer is expensive. Another drawback is the undesirable bulk inaease of the dis- 
posable absorbent article resulting from the use of a thick transfer layer. 

Hence, there is a need in the industry to provide a sphagnum moss absorbent core having a significantly improved 
liquid acquisition rate, thus allowing to employ a thinner transfer layer and possibly eliminate the transfer layer alto- 
gether. 

OBJECTIVES AND STATEMENT OF THE INVENTION 

The prime objective of the invention is to provide an absorbent article that has a high liquid-acquisition rate, the abil- 
ity to wick away liquid from the point of impact and a high absorption capacity. 

Another object of the invention is to provide a disposable absorbent product, such as a sanitary napkin, a diaper, 
an incontinence pad. an adult brief, a wound dressing, a nursing pad, a tampon pledget, or a desiccant for packaging 
materials, which utilizes the aforementioned liquid-absorbent article as an absoibent component. 

As embodied and broadly described herein, the invention provides a liquid-absorbent article having a high fluid 
acceptance rate for use in a disposable liquid-absorbent product, said liquid-absorbent article comprising sphagnum 
moss material and an effective amount of cross-linked fibers. For the purpose of this specification the expression "effec- 
tive amount of aoss-linked fibers" means an amount sufficient to increase the average inter-partide interstice size of 
the sphagnum moss material for, in turn, increasing its rate of liquid absorption. 

Sphagnum moss is a material characterized by a cellular organization that provides two different types of inter- 
stices capable of admitting and storing liquid, namely inter-particle interstices and intra-particle interstices. The intra- 
particle interstices are formed by ttie internal lumen of the sphagnum moss particles and they are very small. Conse- 
quentiy, the intra-particle interstices manif est a very strong capillary attraction and greatly cortribute to the ability of the 
sphagnum moss material to wick away body liquids from the point of impact and distilbute the liquid throughout the 
entire absorbent material. The inter-partide interstices, on the other hand, are formed between the sphagnum moss 
partides and they are considerably larger. 

The cross-linked fibers provide a high-bulK resilient structure capable of spadng apart the sphagnum moss parti- 
cles. The resulting structure has a larger average jnlgr-partide interstice size and it is capable of faster liquid acquisition 
by comparison to a sphagnum moss sti-udure without cross-linked fibers. Interestingly, the cross-linked fbers do not 
significantiy affed the average jnlra-partide interstice size. As a result, ttie absorbent strudure according to ttie inven- 
tion combines two attributes that are often considered incompatible, namely the ability to take-up liquid faster (resulting 
from larger inter-partide interstices) and ttie ability to wick avraiy ttie liquid and distribute it flirough ttie entire absorbent 
volume (resulting from the small intra-partide interstices) 

In a preferred embodiment, cross-linked cellulosic fibers are incorporated to ttie sphagnum moss material in the 
range from about 5% to about 75% based on ttie dry weight of the liquid absorbent artide, more preferably, in the range 
from at»ut 1 5% to about 40% and most preferably in ttie range from about 1 5% to about 30%. 

Cross-linked cellulosic fibers and their method of manufacture are generally known to ttiose skilled in the art. For 
example, the United States patent 4,853,086 granted to Weyerhaeuser company on August 1, 1989 describes a 
method for manufaduring cross-linked cellulosic fibers which consists of spraying a wet or partially dry web of cellutosic 
fibers witti an aqueous solution of glycol and diaWehyde. The disdosure of this patent is incorporated herein by refer- 
ence. 

As embodied and broadly described herein, the invention furttier provides a method for manufacturing a liquid- 
absorbent article having a high liquid acceptance rate and a high absorbent capacity, comprising the step of incorpo- 
rating in a sheet of sphagnum moss material an effective amount of cross-linked fibers. 

In a preferred embodiment cross-linked cellulosic fibers are added to a slurry of sphagnum moss material. The 
slurry is ttien formed into a web and dewatered to obtain ttie liquid-absortjent article in sheet form. 

As embodied and broadly described herein, ttie invention also extends to a disposable, laminated liquid-absort)ent 
product, cOmprising: 

a) a liquid permeable cover layer; 
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b) a liquid impervious backing 
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c) an absorbent component betwWn said layers, said absorbent component comprising a^TCet containing sphag- 
num moss material and an effective amount of cross-linked fibers. 

The absorbent component may be a unitary structure or a laminated structure of the type comprising a top transfer 
layer and a bottom reservoir layer. The liquid absorbent article according to the invention possesses attributes making 
it suitat>le to use as a transfer layer or as a reservoir layer. 

The fluid absorbent article according to the invention is suitable for use primarily in disposable absorbent products 
such as sanitary napkins, diapers, urinary pads, adult briefs, wound dressing, nursing pads, tampon pledgets, or as 
desiccants for packaging materials to keep goods dry during shipping or storage. 

BRIEF DESCRIPTION OF THE DRAWINGS 

- Figure 1 is a fragmentary, perspective view of a sanitary napkin incorporating the liquid-absorbent artide according 
to the invention; 

- Figure 2 is a fragmentary enlarged perspective view of the liquid-absortent article according to the invention; 
• Figure 3 is a schematic representation of an apparatus for manufacturing the liquid-absorbent article: and 

- Figure 4 Is a flowchart of the process for manufacturing the liquid-absorbent article. 



Referring now to Figure 1 of the annexed drawings, the reference numeral 10 designates comprehensively a sani- 
tary napkin constructed in accordance with the principles of the present invention. The sanitary napkin 10 comprises 
an envelope 12 defining an internal space receiving an absorbent component 14 that includes sphagnum moss. The 
envelope 12 Includes a liquid permeable cover layer 16 mad^ of a non-woven fobric or any other suitable porous web 
or apertured film, and a liquid inpen/ious backing layer 1 8, made of polyethylene film for example. The cover and back- 
ing layers 16 and 18 are heat-sealed to one another along tiieir marginal portions. To attach the sanitary napkin 10 to 
the wearer's underpants, the liquid impervious backing layer 18 may be provided with adhesive zones covered with a 
peelable backing (not shown In the drawings). 

The absorbent component 14 Is a single layer structure. Preferably, a transfer layer (not shown In the drawings) of 
known construction is provided over the absorbent component with a view of enhancing the liquid acquisition rate of the 
sanitary napkin. 

The structure of the absorbent component 14 Is shown In Rgure 2. It comprises a central core 20 containing sphag- 
num moss intermixed with cross-linked cellulosic fibers that open-up the sphagnum moss material to provide a stoic- 
ture with an increased void volume capable of high liquid acceptance rate. In addition, the cellulosic fibers which are 
dispersed throughout the entire sphagnum moss material provide a "lead-in" action inducing fluid to enter the sphag- 
num moss material by virtue of their hydrophiliaty. Hence, the central core 20 Is capable of fast liquid acquisition. At the 
same time the central core 20 has the ability to effidentiy wick away liquid from the point of impact due to the presence 
of intra-particle interstices that are very fine and manifest an intense capillary attraction. 

The central core 20 is confined between reinforcing layers 22 and 24 of fibrous material. The purpose of the rein- 
forcing layers is twofold. First, they strengthen the core 20. thereby providing a unitized absorbent structure capable of 
maintaining its integrity even when saturated with liquid. Second, the layers 22 and 24 reduce dusting by preventing free 
sphagnum moss partides wittiin the absort>ent structure from being released outside. Kraft wood pulp material has 
been found highly satisfactory tor manufacturing the reinfordng layers 22 and 24. It is also possible to use other mate- 
rials, such as cotton linters or ground wood among others, in admixture witti or in substitution to the Kraft wood pulp 
material. 

The detailed composition of the liquid-absorbent component 56 will be best understood from the following desaip- 
tion of the apparatus and the process for manufacturing such afc>sort)ent component. Refen^ing to Figure 3. the appara- 
tus designated comprehensively by the reference numeral 18, comprises an endless, fluid-pervious Fourdrinier wire 26 
which is mounted on rollers 28 to provide a horizontally extending run 30 that is continuously advanced fonvard to sup- 
port and convey a slurry of sphagnum moss and cellulosic fibers through various processing stations. 

Headboxes 32, 34, and 36 an-anged in a spaced apart relationship along ttie path of travel of the wire 26 are pro- 
vided to lay on the wire 26 slurry in sheeted form. The headbox bank deposits on the wire 26 three (3) layers of slurry 
in a superposed relationship to form a laminated slurry web. More specifically, the headbox 34 lays a slun'y containing 
sphagnum and cross-linked cellulosic fibers while the headboxes 32 and 36 deliver slurry of fibrous material such as 
Kraft wood pulp or any other suitable substance. 



DETAILED DESCRIPTION OF A PREFERRED EMBODIMENT 
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The sphagnum moss slur^^Bplied to the headbox 34 is prepared by the process d^^V in Figure 4. The start- 
ing sphagnum moss harvested^Wthe bog should have a relatively high absorbent capaffll^hagnum moss capable 
of absorbing and retaining at least about 25 and preferably about 50 times its weight in water has been satisfactory. The 
raw sphagnum moss is dispersed in water to create at step 38 a mother slurry which is then wet classified to remove 
the extremely fine material, commonly referred to as fines, and large pieces of material including roots, branches and 
the like that do not contribute significantly to the absorbency of the sphagnum moss material. 

Generally speaking, the classification is carried out In two steps. Fines are removed at the first screening step 40. 
such that anything that passes through a number 60 mesh screen is discarded. At coarse screening step 42, anything 
that remains on a vibrating screen In ttie form of a perforated plate having apertures of 2 millimeters (mm) in diameter 
is discarded. Wet screening is the technique of choice for both screening steps 40 and 42. This dual-stage classification 
has the effect of retaining only the particles having a size in the range from about 74 microns to about 2000 microns. 
The screened fraction at the output of the coarse screening step 42,is diluted with water to render the slurry nx>re man- 
ageable. Next, at step 44 cross-linked cellulosic fibers are added to the slurry in the range from about 5% to about 75% 
by weight of solids in the absorbent component 14, preferably from about 15% to about 40% and most preferably from 
about 15% to about 30%. Cross-linked fibers available from the Weyerhaeuser Paper Company, USA under the brand 
name NHB-405 or HBA-S have been found satisfactory. 

Optionally a first re-wetting agent may be added to the slurry sphagnum moss/cross-linked cellulosic fbers, at step 
46. Preferably, the amount of re-wetting agent is of 0.3% by weight of solids in the absortent component 14. A re-wet- 
ting agent available from Clough Chemicals under the brand designation RL Thorowet has been found satisfactory. 

If desired, a fibrous component may be added to the slunry, prior to delivering the slurry to the headbox 34. as 
shown at step 48. The fibrous component may include such materials as Kraft wood pulp and mechanical wood pulp. 
As used herein, the term mechanical wood pulp Is meant to include ground wood pulp, thermo-mechanical pulp and 
refiner wood pulp. Ground wood pulp is essentially trees and branches which have been debarked, cleaned and ground 
into particulate matter. Refiner wood pulp differs from ground wood pulp only in that the grind step utilizes a refiner, i.e. 
a disc-like device well-known in the art and having metallic ribs at the peripheral sections thereof which last contact the 
wood particles and help separate the wood fibers without excessively damaging them. Thermo-mechanical wood pulp 
is similar to refiner pulp with the exception that the wood particles are heated in the refiner, usually with steam, to add 
in separating the wood fibers. The common characteristic of these mechanical pulps is that no attempt has been made 
to separate the fibers by chemical means although they may later, after being reduced to fine particulate matter, be sub- 
jected to a desired chemical treatment, such as bleaching. Preferably, when mechanical wood pulp is used in a sphag- 
num moss slurry such mechanical pulp has a Canadian Standard Freeness (TAPPI test method T-227), from about 60 
to 750 and preferably from sHxnA 400 to 600. 

The Kraft wood pulp, also usable in combination with sphagnum moss, is essentially chemically treated, long fibred 
wood pulp such as sulphite and sulphate wood pulps. 

The fibrous component may also include a natural or synthetic textile fiber such as rayon, polyester, nylon, acrylic 
or the like, having a length of from about 0.6 cm to about 1 .9 cm. preferably about 1.3 cm and a denier of from about 
1 .0 to 5.0. present in an amount from 2 to 20% by weight of the absorbent sheet 1 0. preferably from 2% to 6%. 

After the addition of the fibrous component, the slurry is conveyed to the headbox 34 to be delivered on the 
Fourdrinier wire 26. 

In a first example, a slurry of Kraft wood pulp having the consistency of about 0.2% by weight of solids is first laid 
down on the wire 26 from the headbox 32 in order to form the bottom Kraft reinforcing layer 24. The slurry flow rate is 
selected to deliver on the wire 26, 15 grams of solids per square meter. The Kraft slun-y passes under the headbox 34 
which delivers on top of the Kraft layer a slurry of sphagnum moss partides prepared by the process depicted in Figure 
4. The slun-y has the following composition. 
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A final Kraft wood pulp slurry laid from the headbox 36 on the sphagnum moss ^^P" order to form the 
reinforcing top layer 22. This final la^^ identical in terms of consistency and composition t^ro bottom Kraft wood 
pulp layer previously deposited except that the flow rate is such as to deposit on a square meter of the wire 26 five 
grams of solids. The total amount of solids in top reinforcing Kraft layer 22 and in the bottom reinforcing Kraft layer 24 
represents 5.2% by weight of solids in the liquid-absorbent article 14. 

The resulting laminated slurry layer Kraft/Sphagnum/Kraft is then treated with a second re-wetting agent A re-wet- 
ting agent available from Clough Chemicals under the commercial designation G-60 Thorowet, (sodium dioctylsulpho- 
succinate} has been found satisfactory. Most preferably, the re-wetting agent is delivered on the top Kraft layer in a 
foamed condition, as described in the Canadian Patent application 2,057,693 in the name of Johnson & Johnson Inc. 
and laid open on June 14. 1993. The disclosure of this patent application is incorporated herein by reference. The sec- 
ond re-wetting agent is Incorporated to laminated slurry in an amount of 0.8% by weight of solids in the absorbent arti- 
cle. In combination, the first and second re-wetting agents should be applied in an amount ranging from about 0.1% to 
about 3% by weight of solids in the absorbent component, preferably in the range from about 0.1% to about 1.5%. 

The slurry layer is then passed over a vacuum slot 50 to extract water under the influence of a pressure differential 
established across the slurry layer. It is necessary to regulate the residence time of the slurry layer over the vacuum slot 
50 and the vacuum intensity in order to control the density of the final product. Generally, deaeased vacuum and 
increased speed will result in a less dense product Conversely, increased vacuum and decreased speed will produce 
a denser product. 

The web leaving the dewatering station 50 passes through a drier 52 whose purpose is to elevate the temperature 
of the web to evaporate residual water. The drier 52 is of a well-known construction and does not require a detailed 
description herein. 

It may be envisaged to add between the drier 52 and the vacuum slot 50 a press section (not shown in the draw- 
ings) to mechanically express water from the web, as it is well-knovm to those skilled in the art in order to reduce the 
water contents in the web as much as possible before it is processed in the drier 52. 

Downstream of the drier 52 a calendering station 54 is provided which mechanically compresses the dried product 
in order to densify the sphagnum moss material for enhancing its drying power. If desired, the calendering station 54 
may be foilovi^ by a perf-embossing station (not shown in the drawings) provided to tenderize the web by mechanical 
working. This treatment softens the sphagnum moss structure for enhancing its comfort potential. The calendering 
operation is described in detail in the international application PCT/CA92/00308 filed on July 20, 1992 in the name of 
Johnson & Johnson Inc. The contents of this application is incorporated herein by reference. 

An alternative to the perf-embossing technique is the micro-con^ugating operation which is similar to the perf- 
embossing except that no perforations are performed. The liquid-absorbent structure is solely subjected to an emboss- 
ing operation to create closely spaced hinge lines. The miao-conugating operation is described in US patents granted 
to Personal Products Company 4.596,567 and 4.559.050 issued on June 24, 1986 and December 17, 1988 respec- 
tively. The contents of these patents is incorporated herein by reference. 

Applications of the product and methods of the present invention for sanitary and other health-care uses can t>e 
accomplished by any sanitary protection, incontinence, medical and absorbent methods and techniques as are pres- 
ently or prospectively known to those skilled in the art. Thus, it is intended that the present application covers the mod- 
ifications and variations of this invention provided that they come within the scope of the appended claims and their 
equivalents. 

Claims 

1 . A liquid-absortwnt article having a high fluid acceptance rate for use in a disposable liquid-absorlaent product, said 
liquid-absort>ent article comprising sphagnum moss material and an effective amount of cross-linked fibers. 

2. A liquid-absorbent article as defined in daim 1 , wherein said cross-linked fibers are cetlulosic fibers. 

3. A liquid-absort>ent article as defined In claim 2, wherein said liquid-absort}ent article comprises cross-linked cellu- 
losic fibers in the range from about 5% to about 75% by weight of solids in the liquid-absorbent articla 

4. A liquid-absorbent article as defined in claim 2, wherein said liquid-absorbent article comprises cross-linked ceilu- 
losic fbers in the range from about 15% to about 40% by weight of solids in ttie liquid-absorbent artida 

5. A liquid-absorbent article as defined in claim 1 , further comprising a fibrous component selected from the group 
consisting of rayon, polyester, nylon, acrylic, Kraft wood pulp, mechanical wood pulp, cotton linters and mixtures 
thereof. 



6. 



A liquid-absorbent article as defined in claim 1. wherein said article is mechanically tenderized by a method 
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selected from the group 



ing of perf-embossing and micro-corrugating. 



7. A liquid-absorbent article as defined in daim 3. comprising a reinforcing layer. 

8. A liquid-absorbent article as defined in claim 7, wherein said reinforcing layer provides an outer surface of said arti- 



9. A liquid-absorbent article as defined in claim 8. wherein said article includes a pair of reinforcing layers in a spaced 
apart relationship providing two main opposite outer surfeces of said article. 

10. A disposable, laminated liquid-absorbent product, comprising: 

a) a liquid permeable cover layer; 

b) a liquid impervious backing layer; and 

c) an absorbent component between said layers, said absort}ent conponent comprising a sheet containing 
sphagnum moss material and an effective amount of cross-linked fibers. 
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